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SPECIFICATION 

Explosive composition for fireworks and method for 
manufacturing the same 

Field of the I nvent ion 

The present invention relates to pyrotechnic 
compositions widely used in propellants, illuminating 
compositions, colored flame compositions, colored smoke 
compositions, ignition compositions and the like. More 
particularly, it relates to the pyrotechnic compositions 
capable of creating many effects such as color, motion, 
light, smoke, noise and the like as well as method for 
preparation thereof. 

Background of the invention 

A pyrotechnic composition is generally prepared by 
adding a fuel to an oxidizing agent. The fuel reacts with 
oxygen derived from the oxidizing agent to produce an 
oxidized product together with heat. Taking advantage of 
this heat, many effects such as color, motion, light, smoke, 
noise and the like can be created. 
1 

The pyrotechnic composition is typically employed as 
firework composition wherein a flame reaction plays the role. 
For example, to make a red color, a strontium salt is used 
as a color producing agent. Although strontium nitrate had 
been used, strontium carbonate is mainly used at present 
since it is very stable and gives a beautiful color. 
Similarly, to make a green color, barium nitrate is 
typically used. To make a yellow color, sodium oxalate and 
calcium carbonate are typically used. To create a blue 
color, pairs green and copper oxide are typically used. To 
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make a purple color, a mixture of strontium carbonate and 
copper oxide is typically used. To make a white color, 
aluminum is typically used. 

Japanese launching fireworks are generally 
"Chrysanthemum type round shells" blooming in circle. In 
the round shell, "stars" are arranged inside around a 
package such that the stars burn all together and also go 
out all together. As the star, a spherical star called as 
"a multi-coated star" is used. The spherical star is 
prepared by directly putting in a rolling caldron such as a 
concrete mixer a round cereal such as a foxtail millet seed 
and a rape seed or shot which is used as a core, adding a 
mixture comprising an oxidizing agent, a fuel, a color 
producing agent and a paste together with water while 
rotating the rolling caldron to grow a star until a layer 
resulting from the mixture having a suitable thickness is 
adhered to the core, and spreading over a drying table to be 
dried. After drying well, the star is charged in the 
rolling caldron again to further grow. This work is 
repeated until the star having a desired size is obtained. 
For example, in order to obtain a star of 20.5 mm in 
diameter used for a 10-gou (=30 cm) aerial shell, the above 
work is repeated about 35 times and it takes at least about 
17 days to finish. 

In a fireworks display, exhibition fireworks are 
indispensable. The exhibition firework includes lances and 
quick matches. "Lance" comprises a paper pipe in which a 
mixture of an oxidizing agent, a color producing agent and a 
fuel is filled, such as a "susuki (eulalia)" and a "torch" 
of toy fireworks. In order to make six colors, i.e. red. 
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green, yellow, blue, purple and white (silver) colors, 
suitable color producing agents are used. 

Operations for the manufacture of stars and lances are 
laborious. Especially in the manufacture of stars, it takes 
a considerable time to finish as described above, which 
lowers the productivity. In the manufacture of lances, the 
operation of uniformly filling a powder in a paper pipe is 
laborious . 

Summary of the Tnvention 

The present inventors investigated hardly to develop a 
pyrotechnic composition, especially useful as a firework 
composition which can be prepared while simplifying a 
laborious process for manufacturing stars and lances and has 
a display effect similar to that of the prior stars and 
lances. As a result, the inventors found that a pyrotechnic 
composition comprising specific chemicals can attain the 
above object. Based on this finding, the present invention 
was competed. 

That is, the present invention relates to: 

(1) a pyrotechnic composition comprising nitrocellulose, an 
oxidizing agent, a fuel and a color producing agent as main 
components ; 

(2) a pyrotechnic composition prepared by mixing 
nitrocellulose and a nitro compound other than 
nitrocellulose to prepare a composition in a gel form, 
mixing an oxidizing agent, a fuel and a color producing 
agent to the composition and then drying; 
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(3) a pyrotechnic composition as defined in (2) wherein the 
composition in the gel form comprises 3 to 40 % by weight of 
nitrocellulose and 97 to 60 % by weight of the nitro 
compound other than nitrocellulose; 

(4) a pyrotechnic composition as defined in any one of (1) 
to (3) wherein the content of nitrocellulose in the 
pyrotechnic composition is 0.6 to 12 % by weight; 

(5) a pyrotechnic composition as defined in any one of (1) 
to (4) wherein the contents of the oxidizing agent, the fuel 
and the color producing agent are 4 0 to 60 % by weight, 10 
to 25 % by weight and 15 to 5 0 % by weight, respectively; 

(6) a pyrotechnic composition as defined in any one of (1) 
to (5) which is a star or a lance of fireworks; and 

(7) a method for the preparation of a pyrotechnic 
composition comprising mixing nitrocellulose and a nitro 
compound other than nitrocellulose to prepare a composition 
in a gel form, mixing an oxidizing agent, a fuel and a color 
producing agent to the composition and then drying; 

(8) a method for the preparation of a pyrotechnic 
composition as defined in (7) wherein the composition in the 
gel form comprises 3 to 40 % by weight of nitrocellulose and 
97 to 60 % by weight of the nitro compound other than 
nitrocellulose ; 

(9) a method for the preparation of a pyrotechnic 
composition as defined in (7) or (8) wherein the amount of 
the composition in the gel form is 10 to 30 % by weight and 
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the total amount of the oxidizing agent, the fuel and the 
color producing agent is 90 to 70 % by weight; 

(10) a method for the preparation of a pyrotechnic 
composition as defined in any one of (7) to (9) wherein the 
nitro compound other than nitrocellulose is nitroalkane; 

(11) a method for the preparation of a pyrotechnic 
composition as defined in (10) wherein the nitroalkane is 
one or more selected from the group consisting of 
nitromethane, nitroethane and nitropropane; 

(12) a method for the preparation of a pyrotechnic 
composition as defined in any one of (7) to (11) wherein the 
pyrotechnic composition is a star or a lance of fireworks. 

Embodiment of the Invent inn 

The present invention will be described in more detail. 

As nitrocellulose used in the pyrotechnic composition 
of the present invention, nitrocellulose having any type 
called as a gun cotton, a collodion cotton or a friable 
cotton is usable. Nitrocellulose for dynamite included in 
the collodion cotton is also usable. Nitrocellulose for 
dynamite containing 11 to 12.5 % by weight of nitrogen may 
be used in a dry state. Water may be added thereto for 
safety. The use of nitrocellulose containing 25 to 30 % by 
weight of water is preferable for safety. The content of 
nitrocellulose in the pyrotechnic composition is 0.6 to 12 % 
by weight, preferably 1 to 6 % by weight. 
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since nitrocellulose acts as a binder in the 
pyrotechnic composition of the present invention, the use of 
nitrocellulose is very important for obtaining the easily 
preparable pyrotechnic composition of the present invention. 

As the nitro compound other than nitrocellulose used in 
the preparation of the pyrotechnic composition of the 
present invention, a nitro compound forming a composition in 
a gel form upon mixing with nitrocellulose is preferable. 
Usually, an aliphatic nitro compound or an aromatic nitro 
compound is used. Example of the usable aliphatic nitro 
compound includes nitroalkanes such as nitromethane, 
nitroethane, nitropropane, nitrobutane and the like. 
Example of the usable aromatic nitro compound includes 
nitrobenzene, nitrotoluene, dinitrobenzene, dinitrotoluene 
and the like. The nitro compound other than nitrocellulose 
may be used singly or in combination. Among them, the 
nitroalkanes such as nitromethane, nitroethane, nitropropane, 
nitrobutane and the like are preferable. Especially, 
nitromethane, nitroethane and nitropropane are preferable. 
When the nitro compound other than nitrocellulose is solid 
at ordinary temperature, it is preferably used in the molten 
state. 

As the oxidizing agent used in the pyrotechnic 
composition of the present invention, the use of an oxygen- 
rich ionic solid releasing oxygen gas when decomposed at 
moderate to high temperature is generally preferable. Any 
agent can be used as long as it is reacted under a neutral 
condition even if it absorbs moisture, it is stable in a 
wide temperature range and it is easily decomposed at high 
temperature to release oxygen. The oxidizing agent having 
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an anion such as nitrate, chlorate, perchlorate, chromate, 
oxide, dichromate ions is preferable. As a cation in the 
oxidizing agent, alkali metal such as lithium, sodium and 
potassium, alkaline earth metal such as calcium, strontium 
and barium, and ammonium ions are preferable. Examples of 
the usable oxidizing agent include ammonium nitrate, 
potassium nitrate, sodium nitrate, barium nitrate, strontium 
nitrate, ammonium perchlorate, potassium perchlorate, 
potassium chlorate, barium chlorate and the like. The 
oxidizing agent may be used singly or in combination. 

The content of the oxidizing agent in the pyrotechnic 
composition of the present invention is generally 30 to 70 % 
by weight, preferably 40 to 60 % by weight based on the 
total pyrotechnic composition. 

As the fuel used in the pyrotechnic composition of the 
present invention, the use of a material reacting with 
oxygen derived from the oxidizing agent to produce an 
oxidized product together with heat is preferable. Taking 
advantage of the heat produced, various effects such as 
color, motion, light, smoke and noise are created. Many 
materials capable of being involved in a combustion can be 
used as the fuel, but the fuel is suitably selected 
depending on a variety of factors such as an amount of heat 
output, a rate of heat release, an ease of availability, a 
stability in the composition, a gas yield and the like. The 
fuel usable in the present invention is roughly classified 
into three types, i.e. metals, non-metallic elements and 
organic compounds. 
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As the metallic fuel, aluminum, magnesium, magnalium, 
titanium, iron filings and a mixture thereof can be used. 
As the non-metallic fuel, sulfur, boron, silicon, phosphor 
and a mixture thereof can be used. As the organic fuel, 
shellac, red gum, charcoal, wood flour, carbohydrate, 
natural phenolic resin (for example, VINZOL™, Combustion 
agent BL manufactured by RikaHercules ) , chlorinated rubber 
(for example, ADEKAPRENE™ D-1 manufactured by Asahi Denka 
Kogyo), phenolic resin (for example, RESITOP™ PGA-2400 
manufactured by Gun-ei Chemical Industrial Co. Ltd.), pine 
tar pitch and a mixture thereof can be used. Each of the 
metallic fuel, the non-metallic fuel and the organic fuel 
may be used singly or in combination. 

The content of the fuel used in the pyrotechnic 
composition of the present invention is determined depending 
on the aforementioned factors. it is preferably 5 to 40 % 
by weight, more preferably 10 to 25 % by weight in the 
composition. 

As the color producing agent used in the pyrotechnic 
composition of the present invention, any substance showing 
a flame reaction after burned can be used. As a red color 
producing agent, strontium salts such as strontium carbonate 
and the like are preferably used. As a green color 
producing agent, barium salts such as barium nitrate and the 
like are preferably used. As a blue color producing agent, 
copper salts such as copper oxide, basic copper carbonate, 
copper sulfate and the like are preferably used. As a 
purple color producing agent, a mixture of strontium 
carbonate and copper oxide is preferably used. As a yellow 
color producing agent, sodium salts such as sodium oxalate, 
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cryolite and the like are preferably used. And, the 
conventional color matching technique by adjusting and 
mixing several color producing agents so as to obtain a 
desired color may be employed. 

The content of the color producing agent used in the 
pyrotechnic composition is preferably 5 to 50 % by weight, 
more preferably 15 to 50 % by weight. Although a part of 
the nitrates such as barium nitrate has also a property of 
oxidizing agent, an amount of such a nitrate is calculated 
as the color producing agent herein. The pyrotechnic 
composition of the present invention comprises 30 to 70 % by 
weight (preferably 4 0 to 60 % by weight) of the oxidizing 
agent, 5 to 40 % by weight (preferably 10 to 25 % by weight) 
of the fuel and 5 to 50 % by weight (preferably 15 to 50 % 
by weight) of the color producing agent, as described above. 

The pyrotechnic composition of the present invention is 
prepared by mixing nitrocellulose, the oxidizing agent, the 
fuel and the color producing agent, adding the nitro 
compound other than nitrocellulose thereto and then manually 
mixing it by using a simple stirrer such as a bamboo spatula 
or the like or mechanically mixing to prepare a plastic-like 
composition followed by drying. 

As described above, the pyrotechnic composition of the 
present invention can be prepared by merely mixing 
nitrocellulose, the oxidizing agent, the fuel, the color 
producing agent and the nitro compound other than 
nitrocellulose and then drying. However, a method 
comprising first mixing nitrocellulose and the nitro 
compound other than nitrocellulose to prepare a composition 
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in a gel form, adding the oxidizing agent, the fuel and the 
color producing agent to the composition in the gel form, if 
necessary forming into a desired shape and then drying is 
more preferable. 

Thus, for the preparation of the pyrotechnic 
composition of the present invention, nitrocellulose and the 
nitro compound other than nitrocellulose are charged into a 
container and mixed manually using a simple stirrer or 
mechanically using a mixer such as a kneader to prepare a 
composition in a gel form, to which the oxidizing agent, the 
fuel and the color producing agent are added and uniformly 
mixed to prepare a plastic-like mixture. In this connection, 
the oxidizing agent, the fuel and the color producing agent 
may be mixed followed by mixing the resultant mixture with 
the composition in the gel form. Alternatively, they may be 
added successively to the composition in the gel form. Any 
mixer other than the kneader may be used as long as it has 
both stirring and mixing functions. The ratio of the total 
amount of the oxidizing agent, the fuel and the color 
producing agent to the gel composition is preferably 10 to 
30 % by weight: 90 to 70 % by weight. 

The composition in the gel form is generally prepared 
by mixing 3 to 40 % by weight (preferably 15 to 25 % by 
weight) of nitrocellulose and 9 7 to 6 0 % by weight 
(preferably 85 to 75 % by weight) of the nitro compound 
other than nitrocellulose. 

As obvious for those skilled in the art, when the 
pyrotechnic composition of the present invention is applied 
to stars, it is shaped into a sphere and dried to be cured. 
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thereby a star having a sufficient strength can be obtained. 
When the pyrotechnic composition of the present invention is 
applied to lances, it is shaped into a bar by extruding 
through a die in a container, cut into a predetermined 
length and dried to be cured. Or, after the extrusion into 
a bar, the composition may be dried and cured. Thereafter, 
it is wrapped with a paper. Alternatively, a gel may be 
filled in a paper pipe and then dried. A drying temperature 
is generally 30 to 70°C, preferably 50 to 60°C. Drying may 
be conducted under reduced pressure. Since the nitro 
compound other than nitrocellulose is evaporated via the 
drying process, the pyrotechnic composition of the present 
invention contains a minor amount of such a nitro compound. 

Since nitrocellulose, the oxidizing agent, the fuel, 
the color producing agent and the like cannot be evaporated 
according to the method for the preparation of the present 
invention, they are present in the proportion originally 
added when the pyrotechnic composition of the present 
invention is prepared. 

Examples 

The present invention will be described in more detail 
by referring to the following examples which are not 
intended to limit the invention. 

Example 1 

4 Parts by weight of nitrocellulose (nitrocellulose for 
dynamite, containing 11.9 to 12.2% of nitrogen) and 16 parts 
by weight of nitrobenzene were mixed to prepare a 
composition in a gel form. While, 46.4 parts by weight of 
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potassium perchlorate (oxidizing agent), 3.6 parts by weight 
of hemp coal (fuel), 6.8 parts by weight of VINZOL™ 
(Combustion agent BL, manufactured by RikaHercules ) , 6.8 
parts by weight of ADEKAPRENE™ D-1 (chlorinated rubber, 
manufactured by Asahi Denka Kogyo) and 2.4 parts by weight 
of RESITOP™ PGA-2400 (phenolic resin, manufactured by Gun- 
ei Chemical Industrial Co. Ltd.) (total 19.6 parts by 
weight) were mixed with 14 parts by weight of copper oxide 
(color producing agent). The resultant mixture was mixed 
with the above composition in the gel form, shaped into a 
sphere, dried in a drier at 50 to 60°C to be cured. Thus, a 
blue star for aerial shell having the diameter of 2 0 mm and 
comprising the pyrotechnic composition of the present 
invention was obtained. By igniting, the blue star was 
confirmed to have an effect of blue flame similar to that of 
the prior blue star for aerial shell. 

Example 2 

4 Parts by weight of nitrocellulose as used in Example 
1 and 16 parts by weight of nitromethane were mixed at room 
temperature to prepare a composition in a gel form. While, 
44 parts by weight of potassium perchlorate (oxidizing 
agent), 3.6 parts by weight of hemp coal (fuel), 6.8 parts 
by weight of VINZOL™ (Combustion agent BL, manufactured by 
RikaHercules ) , 6.8 parts by weight of ADEKAPRENE™ D-1 
(chlorinated rubber, manufactured by Asahi Denka Kogyo) and 
2.8 parts by weight of RESITOP™ PGA-2400 (phenolic resin, 
manufactured by Gun-ei Chemical Industrial Co. Ltd.) (total 
20 parts by weight) were mixed with 16 parts by weight of 
strontium carbonate (color producing agent). The resultant 
mixture was mixed with the above composition in the gel form. 
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shaped into a sphere, dried in a drier at 50 to 60°C to be 
cured. Thus, a red star for aerial shell having the 
diameter of 20 mm and comprising the pyrotechnic composition 
of the present invention was obtained. By igniting, the red 
star was confirmed to have an effect of red flame similar to 
that of the prior red star for aerial shell. 

E^t^mple 3 

3.5 Parts by weight of nitrocellulose as used in 
Example 1 and 14 parts by weight of dinitrotoluene were 
mixed to prepare a composition in a gel form. While, 40.6 
parts by weight of potassium perchlorate (oxidizing agent), 
3.2 parts by weight of hemp coal (fuel), 6.0 parts by weight 
of VINZOL™ (Combustion agent BL, manufactured by 
RikaHercules) , 6.0 parts by weight of ADEKAPRENE™ D-1 
(chlorinated rubber, manufactured by Asahi Denka Kogyo) and 
2.1 parts by weight of RESITOP™ PGA-2400 (phenolic resin, 
manufactured by Gun-ei Chemical Industrial Co. Ltd.) (total 
17.3 parts by weight) were mixed with 24.6 parts by weight 
of barium nitrate (color producing agent). The resultant 
mixture was mixed with the above composition in the gel form, 
shaped into a bar, dried in a drier at 50 to 60°C to be 
cured. Thus, a green lance comprising the pyrotechnic 
composition of the present invention was obtained. By 
igniting, the green lance was confirmed to have an effect of 
green flame similar to that of the prior green lance. 

Example 4 

4 Parts by weight of nitrocellulose as used in Example 
1 and 16 parts by weight of 1-nitropropane were mixed to 
prepare a composition in a gel form. While, 4 0 parts by 
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weight of potassium perchlorate (oxidizing agent), 3.6 parts 
by weight of hemp coal (fuel), 6.8 parts by weight of 
VINZOL™ (Combustion agent BL, manufactured by RikaHercules ) , 
6.8 parts by weight of ADEKAPRENE™ D-1 (chlorinated rubber, 
manufactured by Asahi Denka Kogyo) and 2.8 parts by weight 
of RESITOP™ PGA-24 00 (phenolic resin, manufactured by Gun- 
ei Chemical Industrial Co. Ltd.) (total 20 parts by weight) 
were mixed with 20 parts by weight of barium nitrate (color 
producing agent) . The resultant mixture was mixed with the 
above composition in the gel form, shaped into a sphere, 
dried in a drier at 50 to 60°C to be cured- Thus, a green 
star for aerial shell having the diameter of 2 0 mm and 
comprising the pyrotechnic composition of the present 
invention was obtained. By igniting, the green star was 
confirmed to have an effect of green flame similar to that 
of the prior green star for aerial shell. 

Example 5 

3.5 Parts by weight of nitrocellulose as used in 
Example 1 and 14 parts by weight of nitroethane were mixed 
to prepare a composition in a gel form. While, 50.5 parts 
by weight of potassium perchlorate (oxidizing agent), 2 
parts by weight of hemp coal (fuel), 6.6 parts by weight of 
VINZOL™ (Combustion agent BL, manufactured by RikaHercules), 
6.6 parts by weight of ADEKAPRENE™ D-1 (chlorinated rubber, 
manufactured by Asahi Denka Kogyo) and 2.1 parts by weight 
of RESITOP™ PGA-2400 (phenolic resin, manufactured by Gun- 
ei Chemical Industrial Co. Ltd.) (total 17.3 parts by 
weight) were mixed with 14.7 parts by weight of sodium 
oxalate (color producing agent). The resultant mixture was 
mixed with the above composition in the gel form, shaped 
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into a sphere, dried in a drier at 50 to 60°C to be cured. 
Thus, a yellow star for aerial shell having the diameter of 
20 mm and comprising the pyrotechnic composition of the 
present invention was obtained. By igniting, the yellow 
star was confirmed to have an effect of yellow flame similar 
to that of the prior yellow star for aerial shell. 

Tilxamples 6 to 9 

In Examples 6 and 7, the pyrotechnic compositions 
(stars) having the formulations as shown in following Table 
were obtained in the same way as described in Example 1. 

In Examples 8 and 9, the pyrotechnic compositions 
(lances) having the formulations as shown in following Table 
were obtained in the same way as described in Example 3 . 
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Industri al Applicability 

The pyrotechnic composition which is easily prepared 
and has the excellent effect as a firework composition can 
be obtained according to the present invention. 
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CLAIMS 

1. A pyrotechnic composition comprising 
nitrocellulose, an oxidizing agent, a fuel and a color 
producing agent as main components . 

2. A pyrotechnic composition prepared by mixing 
nitrocellulose and a nitro compound other than 
nitrocellulose to prepare a composition in a gel form, 
mixing an oxidizing agent, a fuel and a color producing 
agent to the composition and then drying. 

3. A pyrotechnic composition as claimed in Claim 2 
wherein the composition in the gel form comprises 3 to 40 % 
by weight of nitrocellulose and 97 to 60 % by weight of the 
nitro compound other than nitrocellulose. 

4. A pyrotechnic composition as claimed in any one of 
Claims 1 to 3 wherein the content of nitrocellulose in the 
pyrotechnic composition is 0.6 to 12 % by weight. 

5. A pyrotechnic composition as claimed in any one of 
Claims 1 to 4 wherein the contents of the oxidizing agent, 
the fuel and the color producing agent are 4 0 to 60 % by 
weight, 10 to 25 % by weight and 15 to 50 % by weight, 
respectively . 

6. A pyrotechnic composition as claimed in any one of 
Claims 1 to 5 which is a star or a lance of fireworks. 

7. A method for the preparation of a pyrotechnic 
composition comprising mixing nitrocellulose and a nitro 
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compound other than nitrocellulose to prepare a composition 
in a gel form, mixing an oxidizing agent, a fuel and a color 
producing agent to the composition and then drying. 

8 . A method for the preparation of a pyrotechnic 
composition as claimed in Claim 7 wherein the composition in 
the gel form comprises 3 to 40 % by weight of nitrocellulose 
and 97 to 60 % by weight of the nitro compound other than 
nitrocellulose . 

9. A method for the preparation of a pyrotechnic 
composition as claimed in Claim 7 or 8 wherein the amount of 
the composition in the gel form is 10 to 30 % by weight and 
the total amount of the oxidizing agent, the fuel and the 
color producing agent is 90 to 7 0 % by weight. 

10. A method for the preparation of a pyrotechnic 
composition as claimed in any one of Claims 7 to 9 wherein 
the nitro compound other than nitrocellulose is nitroalkane. 

11. A method for the preparation of a pyrotechnic 
composition as claimed in Claim 10 wherein the nitroalkane 
is one or more selected from the group consisting of 
nitromethane, nitroethane and nitropropane. 

12. A method for the preparation of a pyrotechnic 
composition as claimed in any one of Claims 7 to 11 wherein 
the pyrotechnic composition is a star or a lance of 
fireworks . 
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ABSTRACT 

A method for preparing a pyrotechnic composition which 
comprises preparing a composition in a gel form using 
nitrocellulose and a nitro compound other than 
nitrocellulose, adding an oxidizing agent, a fuel and a 
color producing agent to the composition, followed by mixing, 
forming the resultant mixture into a desired shape, and then 
drying: and a pyrotechnic composition obtainable by using 
the method. This method can be used for simplifying a 
production process while maintaining the effect of a star 
and a lance used in a pyrotechnic composition, particularly 
in a firework composition. 
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Nields & Lem'ack Docket No 441P066 

DECLARATION FOR PATENT APPLICATION 

As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my name. 

I believe I am the original, first and sole inventor (if only one name is listed below) or an original, first 
'and joint inventor (if plural names are listed below) of the subject matter which is claimed and for 

which a patent is sought on the invention entitled explosive COMPOSITION FOR 

, the specification of which 

FIREWORKS AND METHOD FOR MANUFACTURING THE SAME 
(check one) ( ) is attached hereto. 

was filed on . April 11. 200 1 as 



Application Serial No. 09/807,319 



and was amended on (if applicable). 

was filed as PCX international application 
Number PCT/ JP99/05783 



20th October 1999 



and was amended upder PCT Article 19 

on (if applicable). 



lip I hereby state that I have reviewed and understand the contents of the above identified specification, 
g including the claims, as amended by any amendment referred to above. 

o 

-. -I acknowledge the duty to disclose information material to patentability as defined in Title 37, Code of 
: Federal Regulations, §1.56. 

' J hereby claim foreign priority benefits under Title 35, United States Code, §119/365 of any foreign 
=Japplication(s) for patent or inventor's certificate listed below and have also identified below any 
^' 'foreign application for patent or inventor's certificate having a filing date before that of the application 
on which priority is claimed: 

Prior Foreign Application(s) Priority Claimed 

300540/98 Japan 22nd October 1998 



(x) ( ) 

(Number) (Country) (Day/Month/Year Filed) Yes No 

( ) ( ) 



(Number) (Country) (Day/Month/Year Filed) Yes No 

I hereby claim the benefit under Title 35, United States Code, §120/365 of any United States 
application(s) listed below and, insofar as the subject matter of each of the claims of this application is 
not disclosed in the prior United States application in the manner provided by the first paragraph of 
Title 35, United States Code, §112, 1 acknowledge the duty to disclose material information as defined 
in Title 37, Code of Federal Regulations, § 1.56(a) which occurred between the filing date of the prior 
application and the national or PCT international filing date of this application: 



(Application Serial No.) (Filing Date) (Status -patented, pending, abandoned) 



(Application Serial No.) (Filing Date) (Status-patented, pending, abandoned) 



Page 2 of 



I hereby appoint the following attomey(s) and/or agent(s) to prosecute this application and to transact 
all business in the Patent and Trademark Office connected herewith: 

' Henry C. Nields. Reg. No. 17^9 Kevin S. Lemack. Reg. No. 32.579 

Address aU telephone calls to Henfv C. Niclds at telephone no. f508)898"18.18 

Address all correspondence to Henry C. Nields 
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I hereby declare that all statements made herein of my own knowledge are true and that all statements 
made on information and belief are believed to be true: and further that these statements were made 
with the knowledge that willful false statements and the like so made are punishable by fine or 
imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such willful 
false statements may jeopardize the validity of the application or any patent issued thereon. 



|.hDD Full name of sole or first inventor Yo^shiyuki MUNENO 



Inventor's signature ^^HiAIua^^uAI TKu^-unif^ Date /yyuk^t^ (p ^ 
R^dHf^nr.- 1457, Yamagawa, Sanyo-cho, -r-pw' 

Post Office Address same as residence 

Qi-C£^ Full name of second inventor Toshio 



Inventor's signature 'jC%^<lAIs' /%£:fc^^$.rg.6<yt?^ Date )fladj_ z^x?/ 
Residence 2959-1, Ooaza Koori, Sanyo-cho, 

Japan 

Post Office Address same as residence 



2959-1, Ooaza Koori, Sanyo-cho,-_.p^ 

Asa-gun, ^Yamaaiichi 757-0002 ^J^ghip japan 



